CLAIMS 



1. A pyrotechnic composition comprising 
nitrocellulose,^afi oxidizing agent, a fuel and a color 
producing agen£ as main components. 

2. A pyrotechnic composition prepared by mixing 
nitrocellulose and a nitro compound other than 
nitrocellulose to prepare a composition in a gel form, 
mixing an oxidizing agent, a fuel and a color producing 
agent to the composition and then drying. 




3. A pyrotechnic composition as claimed in Claim 2 
wherein the composition in the gel form comprises 3 to 40 % 
by weight of nitrocellulose and 97 to 60 % by weight of the 
nitro compound other than nitrocellulose. 



4. A pyrotechnic composition as claimed in^any^one q 
C laims 1_ to~3 ^Vhere^i the content of nitrocellulose in the 
pyrotechnic compos/tion is 0.6 to 12 % by weight. 



5 . A pyro 
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composition as claimed in any one of 
the contents of the oxidizing— agent*7~ 
cing agent are 4 0 to 60 % by 
and 15 to 50 % by weight, 



'pyrotechnic composition as claimed in any one of, 
5 which is a star or a lance of fireworks 




7. A method^ffcr the preparation of a pyrotechnic 
composition comprfLsi|ig mixing nitrocellulose and a nitro 
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compound other than nitrocellulose to pjfepare a composition 
in a gel form, mixing an oxidizing agerift, a fuel and a color 
producing agent to the composition ani then drying. 



8 . A method for the preparation of a pyrotechnic 
composition as claimed in Claim 7 ^herein the composition in 
the gel form comprises 3 to 4 0 %/by weight of nitrocellulose 
and 97 to 60 % by weight of th^nitro compound other than 
nitrocellulose . 

9. A method for the preparation of a pyrotechnic 
composition as claimed in/claim 7 or 8 wherein the amount of 
the composition in the q/l form is 10 to 30 % by weight and 
the total amount of th^e^idizing agent, the fuel and the 
color producing agen^fis 9p to ^0 % by weight. 



10 . A methc 



for ^fefe^ preparation of a pyxo^tech^ic 
composition as cllKLmed in any one of Claim's^T^ to 9 wherein 



the nitro compound other than nitrocellulose is nitroalkane, 



11. A metmod for the preparation of a pyrotechnic 



composition a^f claimed in^ C 1 a im^Q where in the nitroalkane 
is one or mo^e selected from the group consisting of 
nitromethan^, nitroethane and nitropropane. 



12. /A method for the preparation of a pyrotechnic 
composition as claimed in any one of Claims 7 to ll^wherein 



the pyrotechnic composition is a star or a lance of 
fireworks . 



